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HYDRQGELS 

The present invention relates to hydrogels. In particular, the 
present invention relates to polyester hydrogels. 

5 

Polyesters of succinic acid are known from US Patent 
No.3,883,901 . Such polyesters are the reaction product of a 
succinate ester, such as diethyl succinate, and a glycol, such as 
polyethylene glycol. 

10 

Poly (1,4-butanediol succinate) is known from D K Song. Y K 
Sung. Journal of Applied Polymer Science. 56. 1381, (1995). 

We have now surprisingly found that polyesters produced by 
1 5 reacting succinic anhydride with a polyol containing three or more 
hydroxy groups are novel and advantageous. 

Thus, according to the invention we provide a polyester 
comprising residues of succinic acid and a polyol containing three or 
20 more hydroxy groups. 

Thus according to a further feature of the invention we provide 
a water swellable hydrogel comprising a polyester which polyester 
comprises residues of succinic acid and a polyol containing three or 
25 more hydroxy groups. 

By the term a water swellable hydrogel is meant a three- 
dimensional network of a super absort)ent polymer which interacts 
with aqueous solutions by swelling and retains a significant 
30 proportion of water within its structure. 

For the purpose of this invention a super absorbent polymer is 
understood to mean a polymer which is capable of having an 
equilibrium water content of at least 30% w/w. 

35 

We particularly provide a polyester as hereinbefore described 
with a number average molecular weight (Mp) of greater than 



SUBSTITUTE SHEET (RULE 26) 



2 

(4500), preferably greater than (10,000). and more preferably 
greater than (20.000). 

The high molecular weight polyesters of the invention are also 
advantageous over prior art polyesters in that they exhibit cross- 
linking. 

Thus as a further feature of the invention we provide a 
cross-linked polyester of succinic anhydride and a polyol. eg. a 
cross-linked polyester comprising residues of succinic acid and a 
polyol containing three or more hydroxy groups. Such cross-linked 
copolyesters generally act as hydrogels. 

Any conventional polyols containing three or more hydroxy 
groups known eetse are suitable for use in the present invention. 
Such polyols include, for example, polyether polyols or 
polyhydroxyalkanes. It should be noted that the polyols for use in 
the present invention should not be limited to the polyether polyols 
or the polyhydroxyalkanes. 

Polyhydroxyalkanes of the general fomiula 

CnH(2n+2)On 
in which n is a number from 3 to 6, 

are suitable for the preparation of the polyester of the invention 
and include, for example, glycerol, sorbitol, mannitol. adonite. ribite, 
dulcitol. erythritol and xylite. Polyols such as triols which may be 
mentioned include trihydroxyalkanes such as glycerol. 

Examples of polyether polyols include those sold under the 
range of TP30 by Perstorp. 

It is also possible to use a mixture of polyols which will include 
mixtures of polyether polyols or mixtures of polyhydroxyalkanes. 
Especially preferred are mixtures of polyether polyols and 
polyhydroxyalkanes. 
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The polyesters of the invention may be prepared using 
conventional methods known pet SB. 

5 Thus according to the invention we provide a method of 

manufacturing a polyester as hereinbefore described which 
comprises mixing succinic anhydride and a polyol containing three 
or more hydroxy groups and drying the mixture at elevated 
temperature. 

10 

The method of manufacturing a polyester according to the 
invention may optionally include the use of a catalyst. Preferred 
catalysts are acid catalysts and especially protic acid catalysts. 
Particular protic add catalysts which may be mentioned include 
1 5 sulphuric acid, methane sulphonic acid and p-toluene sulphonic 
acid. 



The ratios of the succinic anhydride and the poiyol in the 
polymerisation reaction will depend upon, inter alia, the functionality 

20 of the polyol. that is, the number of free hydroxy groups and the 
degree of cross-linking required in the resulting polyester. Thus if 
succinic anhydride has a functionality of 2, glycerol, which has two 
primary and one secondary hydroxy group is also considered to 
possess a functionality of 2 since the secondary hydroxy is less 

25 reactive than the primary hydroxy groups. Defined in terms of 

functionality the ratio of succinic anhydride to polyol should be from 
0,7:1 to 1:1.3. preferably 1:1. For example in molar temrls a 
polyester of succinic anhydride and a triol such as glycerol should 
comprise preferably 3 units of succinic anhydride to 2 units of 

30 glycerol, eg. giving a prefen^ed functionality ratio of 1 :1 . 



Polyesters according to the invention may be characterised 
using conventional techniques known psESS, such as infra red 
spectroscopy, nmr, rheological measurements, glass transition 
35 measurements and water uptake. 



The polyesters according to the invention are particularly 
advantageous in that they are biodegradable. Thus they may be 
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useful in preparing biodegradable implants such as medical or 
surgical prostheses, supports for such prostheses, supports for cell 
cultures such as may be used In ligament, cartilage or tendon repair, 
supports for cell cultures in woundcare or as woundcare agents in 
5 their own right, eg. debriding agents, pharmaceutical carriers etc. or 
the copolyesters of the invention may be useful in imaging during 
interventional procedures. 

It is intended that the aforementioned uses should not be 
1 0 limitative and are mentioned by way of example only. 

The polyesters of the invention are also advantageous in that 
they are sterilisable. Any conventional fomn of sterilisation may be 
used, eg. steam sterilisation, but an especial benefit of the 
1 5 polyesters of the invention is that they may be sterilised without 
detrimental effect by x-radiation. 

Thus according to a further feature of the invention we provide 
a polyester as hereinbefore described in sterile form. eg. wherein 
20 the sterilisation has been carried out by x-radiation. 

Polyesters produced from succinic anhydride and diols are 
known in the prior art to be useful as bioresorbable sutures. 
Experimental results indicate that such polyesters, as well as the 
25 polyesters of the present invention may be especially useful in 
wound healing, eg. as a debriding agent. 

Thus according to the invention we provide the use of a 
polyester comprising residues of succinic anhydride and a polyol in 
30 the manufacture of a wound healing agent, eg. a debriding agent. 

According to a further feature of the invention we provide a 
method of wound healing which comprises applying a polyester 
comprising residues of succinic acid and a polyol to the wound of a 
35 patient. 

We especially provide the use of a polyester according to the 
invention as hereinbefore described. 
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The invention may will be illustrated but in no way limited by 
way of the following examples and by reference to the 
Accompanying drawings. Temperatures are stated in degrees 
5 Celsius. 



Example 1 

Preparation of Polyesters I 

10 Aliquots of Polyol TP30 (from Perstorp) and succinic anhydride 

were mixed together in the ratios shown in Table 1in a closed jar 
and heated on a hotplate for a few minutes, whilst stirring. A clear 
solution resulted. One drop of methanesulphonic acid (MSA) was 
added, and stining continued for about a minute. Each solution was 

1 5 poured onto the silicone side of a release paper, and placed in a 
petri dish in a desiccator containing succinic anhydride (3g) and a 
tray of dried silica gel. 



The desiccator was heated in an oven at 80** for 5 to 15 mins 
20 with the tap open. It was then heated with the tap closed for a 

further 15 to 16 hrs at 80°. The resulting materials were heated in a 
vacuum oven at 70^ 
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TABLE I 



Reaction 


Stoichiometry 


Succinic anhydride/nnmol 


TP30 


Number 


COOH;QH* 


fmmol COOH eq) 


romol OH 










1 


1:1.3 


20 (40) 


52 


2 


1:1.29 


20 (40) 


51.8 


3 


1:1 


20 (40) 


40.2 


4 


1:1 


20 (40) 


40.3 



""Succinic acid is considered to have a COOH stoichiometry of 2. 

5 

Example 2 
Swelling in Water 



Several materials resulting from Reaction 1 of Example I 
10 (1:l.3/COOH:OH) were swollen in water. The weight change results 
after 1 day swelling are shown in Table II. 



TABLE II 



Time Under Vacuum 


% Weiqht Gain 






3h 40mins 


33.3 


7h 15mlns 


40.8 



15 ExampiQ 3 

Preparation of Polyesters i| 

Allquots of Polyol TP30 and succinic anhydride in the ratios 
shown in Table III were mixed in a closed glass vessel and heated 

20 on an oil bath until a clear solution resulted. Methanesulphonic acid 
(MSA) was added, and stirring continued for about a minute. The 
solution was poured into a tray of dried silica gel. When the 
temperature had equilibrated to 80**. the oven valves were closed, 
except that one valve was left very slightly open to prevent pressure 

25 build-up in the event of themiostat failure. Vacuum was not applied. 
Products were removed from the oven after 16 hours. 
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TABLE III 



Reaction 
Number 


No. Mfllimoles 
COOH 


No. Millimoles 
Qh 


COOH/OH 
Ratio 


%W/WM§A 












261 /I a 


19.48 


19.49 


1 


0.56 


261/1 b 


24.11 


24.13 


1 


0.56 


261/lc 


31.23 


31.25 


1 


0.56 


261/3 


164.67 


163.62 


1.01 


0.35 


261/6 


73.09 


72.04 


1.01 


0.66 


261/7 


55.91 


55.59 


1.01 


0.5 


261/8 


77.87 


77.12 


1.01 


0.58 


261/11 


77.33 


76.69 


1.01 


0.78 


261/12 


59.39 


58.62 


1.01 


0.51 



5 

A second series of materials were prepared containing various 
levels of glycerol and TP30. The formulations are shown in Table 
IV. 
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TABLE IV 





Gfycerol fmmol 


TP30 rmmol 


Succintc 
Anhvdrido 
fmmol COOH 

eg) 


% GIvcerof 


COOH/OH 
ratio 




prim^rv OH) 


QH) 


(mol primary 

om 














261/9 


8.07 


69.94 


78.14 


10.3 


1.00 


261/10 


16.20 


62.71 


78.24 




u.yy 


261/13 


23.73 


23.93 


47.71 


49.6 


1,00 


261/14 


127.92 


42.37 


170.55 


75.1 


1.00 


261/16 


220.37 


220.83 


439.99 


49.9 


1.00 


261/17 


252.20 


249.80 


499.65 


50.2 


1 


261/18 


249.39 


249.58 


500.84 


50.0 


1 


261/19 


213.31 


212.82 


427.52 


50.1 


1 


261/20 


227.48 


221.04 


442.45 


50.7 


0.99 



Table V shows the degrees of conversion p(CooH) for these 
5 materials, calculated using the method shown below. 

Degree of conversion was estimated from the weight loss. ie. 
water loss, during the reaction using Equation (1) below. 

1 0 Water loss from the reaction is derived from the following 

sources: 

a) water present in the polyol 

b) water liberated in the reaction 
15 c) water present in the anhydride 

d) water absorbed from the atmosphere. 

c) is assumed to be negligible since the anhydride is stored 
under nitrogen, though any water absorbed would convert the 

20 anhydride to succinic acid and would therefore manifest itself as an 
error in b). This water would in fact be liberated during the reaction, 
d) is assumed to be negligible since the reaction is carried out in a 
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sealed system in the presence of a drying agent, followed by 
vacuum treatment. 

a) was calculated from the measured water content of the 
5 poiyols. 

b) was calculated from the amounts of materials used in the 
reaction. Since each mole of anhydride gives rise to one mole of 
water (Figure 1), the total mass of water expected in the reaction mv^ 

10 is given by 

'^w " ^a'T^r X 18 



Mamj 

15 

where 

ma is the mass of the anhydride in the mixture (during the initial 
mixing procedure) 

20 

m^ is the total mass of mixture initially prepared 
nrvr- is the total mass of mixture poured onto the release paper 
25 Mg is the molecular mass of succinic anhydride. 
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TABLE V 



Reaction 


COOH/OH 




% GIvceral 


p{CO0H) 




Rali£2 




^mol Drimary 
£Qtil 














261/9 


1.00 


13.8 


10.3 


46.7 


261/10 


0.99 


13.4 


20.5 


80 


261/13 


1.00 


12.0 


49.8 


92 


261/14 


1.00 


21.5 


75.1 


not 

calculated 


261/16 


1.00 


60.0 


49.9 


68.4 


261/19 


1.00 


59.8 


50.1 


68.3 



Example 5 
5 Swelling Measurements 

a) 0% Glycerol 



Figure 1 shows the percentage weight gain of the materials 
prepared without glycerol in both deionised water and phosphate 
10 buffered saline (PBS) as a function of time (batch number 
PC0695042, from Reaction 261/12, Table III). 

b) 5Q% glycerol 

1 5 Figure 2 shows the percentage weight gain of the materials 

with 50% glycerol (based on mol % primary OH) in both deionised 
water and PBS as a function of time (batch number PC0695041, 
from Reaction 261/13, Table IV). 

20 c) 75% Glycerol 

Figure 3 shows the percentage weight gain of the materials 
with 75% glycerol (based on mol % primary OH) in both deionised 
water and PBS as a function of time (Reaction 261/14. Table IV). 
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Example 

FTIR Spi:>rtrnsrnpy 

Figures 4 and 5 are FTIR spectrographs of two polyesters of 
5 the invention. In each case the spectra showed bands characteristic 
of polyesters, such as ester carbonyl at 1720cm'^ and C=0 
stretching around 1 300cm'\ together with ether C-0 stretching from 
the ethoxylated polyol at 1 lOOcm V Figure 4 shows the FTIR 
spectra of the polyester produced from reaction 261/7 frohrj Example 
10 3 (Table IV) and Figure 5 shows that of the reaction product from 
Reaction 261/1 0 of Example 3 (Table V). 



SUBSTITUTE SHEET (RULE 26) 



wo 98/30617 



PCT/GB98/00068 



12 

1 . A hydrogel composition comprising a cross-linked polyester 
containing residues of succinic acid and at least one polyol having at 

5 least three hydrogel groups, said composition being adapted to 
absorb at least 30% of its weight of water. 

2. A composition according to claim 1 having an average 
molecular weight (MJ of greater than 4500. 

10 

3. A composition according to claim 1 or claim 2 wherein the 
polyol is a polyester polyol, a polyhydroxy alkane or a mixture 
thereof. 

15 4. A composition according to any one of the preceding claims 
wherein the polyester is the product of reaction between succinic 
anhydride and a polyol. 

5. A composition according to claim 4 wherein the functionality 
20 ratio between succinic anhydride and said polyol is from 0.7:1 to 

1:1.3. 

6. A polyester comprising residues derived from succinic 
anhydrides and at least one polyol having at least 3 hydroxyl 

25 groups. 

7. A medical device formed for a composition as claimed in any 
one of claims 1 to 6. 

30 
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